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BASIC- ABSTRACT: 



I r J^A The compsn. comprises 100 pts.wt. of (A) a thermoplastic 
povy*^ polyacetal resin, 

ui-Otfi 1-100 pts.wt. (B) acid anhydride -modified polyolefin type 



resin, 0.01-5 pts.wt. 

(C) esterif ication catalyst and 0-150 pts.wt. of (D) 
fibrous filler, powder and 

granular material, plate filler, and/or hollow filler. 

USE/ ADVANTAGE - The resin compsn. improves affinity between 
resin (A) and (B) 

and improves impact resistance without inhibiting the 
mechanical and thermal 

characteristics of the polyacetal resin. 

In an example, 100 pts.wt. polyacetal resin, 5 pts.wt. 
maleic 

anhydride -modified polypropylene prepd. by modifying 100 
pts . wt . polypropylene 

resin with 10 pts.wt. maleic anhydride, and 0.2 pts.wt. 
dimethylaminopyridine 

were mixed at 190 deg.C to obtain pellets. The pellets 
were moulded to obtain 

a test piece. The obtd. test piece had an Izod impact 
strength of 11.5 kgf 

cm/ cm, compared with 6.5 kgf cm/ cm for a control made of 
polyacetal resin alone. 

The test piece did not peel when a cellophane tape was 
adhered on the test 
piece and peeled. 
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